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Description 

[0001] This invention relates to a solid catalyst component for use in the polymerization of ct-olefins. More particularly, 
this invention relates to a solid catalyst component for use in the polymerization of a-olefins, which is quite excellent 
5 in catalytic activity and stereospecificity and improved in resistance to grinding, characteristics of particles and con- 
venience in handling. 

[0002] As a general process for producing a polymer of a-olefin such as propylene and butene-1 , the use of the so- 
called Ziegler-Natta catalyst consisting of a compound of transition metal belonging to Group IV-VI of the periodic table 
and an organometal compound belonging to Group l-lll of the periodic table is well known. 
10 [0003] In such a production process, however, an amorphous polymer is formed as a by-product in addition to a 
highly stereospecific a-olefin polymer having a high industrial value. 

[0004] The amorphous polymer is low in industrial utilizability and exercises a very adverse influence upon mechan- 
ical properties of the a-olefin polymer when the polymer is processed into film, fiber and others and put to use. 
[0005] Further, formation of the above-mentioned amorphous polymer causes a loss of starting monomer and makes 
15 it indispensably necessary to provide an apparatus for removing the amorphous polymer, which is quite disadvanta- 
geous from the industrial point of view. 

[0006] Accordingly, if a process entirely free from formation of such an amorphous polymer or a process for forming 
only a slight quantity of amorphous polymer is discovered, it will be quite advantageous. 

[0007] On the other hand, in such a polymerization process as above, catalyst residue remains in the resulting a- 
20 olefin polymer, which makes troubles in various points such as stability, processability, etc. of the a-olefin polymer. 

Thus, it is necessary to provide an apparatus for removing the catalyst residue and stabilizing the polymer. 

[0008] This fault can be overcome by increasing the catalytic activity expressed by the weight of formed a-olefin 

polymer per unit weight of catalyst. By this increase, the apparatus for removing catalyst residue becomes unnecessary 

and production cost of a-olefin polymer can be reduced. 
25 [0009] The present inventors previously proposed a process which comprises treating, with an ester compound, an 

ether compound and titanium tetrachloride, a solid product obtained by reducing an alkoxytitanium compound with an 

organomagnesium compound in the presence of an organic silicon compound having Si-O bond [U.S. Patent 4,672,050, 

JP-A-1-319508], 

[001 0] The catalyst obtained according to this process could overcome the above-mentioned fault in stereospecificity 
30 and catalyst activity. 

[0011] The solid catalyst component obtained by the above-mentioned process is usually dried until it reaches a 
fluidizable state and thereafter put to use, for the reason of convenience for use, in many cases. 
[0012] As a drier used for drying powdery materials, various driers have been proposed. For example, as material- 
standing and material-conveyance type driers; vacuum box type drier, freeze dried box type drier, ordinary pressure 

35 drum drier, vacuum drum drier, vertical drier, cylindrical drier and band drier can be referred to. As material-agitation 
type driers; ventilation rotary drier, ventilation agitation drier, fluidized bed drier, cylindrical agitation drier, multi-stage 
disc drier and grooved agitation drier can be referred to. Further, as hot air conveyance type driers, spray drier, air 
stream drier and the like can be referred to. A variety of driers constituted of combination of these driers are also used. 
In the case of a solid catalyst component for olefin polymerization which must be handled in an inert gas and made 

40 free from organic solvent by a drying process, there are often used driers in which ventilation and agitation are combined 
such as ventilation rotary drier, ventilation agitation drier, gas stream drier and fluidized bed drier, with consideration 
of safety, convenience in handling and cost. 

[0013] However, a solid catalyst component obtained by the above-mentioned process has a problem that fine pow- 
der is formed by friction between particles in the process of drying treatment accompanied by powder flow. Such a 
45 solid catalyst component containing fine powder deteriorates the particle size distribution of the resulting a-olefin pol- 
ymer which copies the shape of the solid catalyst component, and thereby forms a fine powdery polymer. Further, the 
fine powder agglomerates in the course of polymerization to clog the lines of polymer-producing apparatus and makes 
it impossible to produce a polymer stably. Accordingly, elimination of such a fine powder from the solid catalyst com- 
ponent will bring about a great merit. 
so [001 4] As a technique for improving the crushability of solid catalyst component, there has been disclosed a method 
which comprises preliminarily polymerizing an olefin in the presence of a solid catalyst component and thereby pre- 
venting the formation of fine powder at the time of supplying a slurry of the solid catalyst component into polymerization 
reactor by means of a circulating pump [JP-A- 57-151602]. However, such a method has a problem that the solid 
catalyst component comes to coexist with an organoaluminum compound during the period from completion of pre- 
ss liminary polymerization to its feeding into polymerization reactor and, during this period of storage, its activity is dete- 
riorated with the lapse of time. Further, there has been disclosed a method [JP-A- 63-89509] which comprises inserting 
a step of preliminary polymerization of a-olefin into the step of synthesizing a sol id -catalyst component and thereafter 
treating the catalyst component with a titanium compound to obtain a solid catalyst component in order to prevent the 
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pulverization of the particles of solid catalyst component in the course of synthesizing the solid catalyst component. 
However, even if such a method is applied to the technique previously proposed by the prior arts [U.S. Patent 4,672,050, 
JP-A- 1-319508], the preliminarily polymerized polymer dissolves into solvent at the time of treating the solid catalyst 
component with a titanium compound and filtration cannot be effected satisfactorily or the remaining organoaluminum 
5 compound reacts with the titanium compound to form an undesirable compound decreasing the polymerization activity 
and stereospecificity. 

[001 5] In view of the above-mentioned state of things, the problem to be solved by this invention or the object of this 
invention is to provide a process for producing a solid catalyst component for use in the polymerization of a-olefin 
having so high a catalytic activity and a stereospecificity as to make it unnecessary to remove catalyst residue and 

10 amorphous polymer, which is improved in crush resistance, particle characteristics and convenience to handle. 

[0016] Thus, this invention relates to a solid catalyst component for use in the polymerization of a-olefins obtained 
by reducing a titanium compound represented by general formula Tl(OR 1 ) n x 4 _ n wherein R 1 represents a hydrocarbon 
group having 1 to 20 carbon atoms, X represents a halogen atom, and n represents a number satisfying 0 , n ^ 4, with 
an organomagnesium compound in the presence of an organic silicon compound having a Si-O bond to obtain a solid 

is product, treating the solid product with an ester compound, thereafter treating it with a mixture of an ether compound 
and titanium tetrachloride or a mixture of an ether compound, titanium tetrachloride and an ester compound to obtain 
a trivalent titanium compound-containing solid catalyst precursor undried, and treating the solid catalyst precursor with 
a small quantity of an olefin in the presence of an organoaluminum compound. 

[0017] By adopting the process of this invention, the above-mentioned object and particularly an improvement of the 
20 solid catalyst particle in crush resistance can be achieved. 

[0018] Fig. 1 is a particle size distribution curve of polypropylene powder, wherein the dotted line illustrates a particle 
size distribution curve of polypropylene powder obtained in Example 1 , and the solid line illustrates a particle size 
distribution curve of the polypropylene powder obtained in Comparative Example 1 . 

[0019] Fig. 2 is a flow chart diagram for facilitating understanding of this invention. The flow chart is nothing more 
25 than a typical example of the embodiments of this invention, and this invention is by no means limited thereby. 
[0020] Next, this invention will be explained below more concretely. 

(a) Titanium Compound 

30 [0021] The titanium compound used in this invention is represented by the following general formula: 

Ti(OR 1 ) n X 4 . n 

35 wherein R 1 represents a hydrocarbon group having 1 to 20 carbon atoms, X represents a halogen atom, and n repre- 
sents a number satisfying 0 < n ^ 4. 

[0022] Concrete examples of R 1 include alkyl groups such as methyl, ethyl, propyl, isopropyl, butyl, isobutyl, amyl, 
isoamyl, hexyl, heptyl, octyl, decyl and dodecyl; aryl groups such as phenyl, cresyl xylyl and naphthyl ; cycloalkyl groups 
such as cyclohexyl and cyclopentyl; allyl groups such as propenyl ; and aralkyl groups such as benzyl. 
40 [0023] Among them, alkyl groups having 2 to 18 carbon atoms and aryl groups having 6 to 18 carbon atoms are 
preferable, and straight chain alkyl groups having 2 to 18 carbon atoms are particularly preferred. It is also possible to 
use two or more kinds of titanium compounds different in OR 1 . 

[0024] Examples of the halogen atom represented by X include chlorine, bromine and iodine. Among them, chlorine 
give a particularly good result. 

45 [0025] The value of n in the general formula Ti(OR 1 ) n X 4 . n is a value satisfying 0 < n ^ 4, preferably 2 ^ n ^ 4, and 
particularly preferably n = 4. 

[0026] As the method for synthesizing the titanium compound represented by general formula Ti(OR 1 ) n X 4 . n (0 < n 
^ 4), well known methods can be used. For example, a method of reacting "Ti(OR 1 ) 4 and TiX 4 at a predetermined ratio, 
or a method of reacting TiX 4 with a predetermined quantity of the corresponding alcohol can be used. 

50 

(b) Organic Silicon Compound Having Si-0 Bond 

[0027] The organic silicon compound having Si-0 bond used in synthesizing the solid catalyst component of this 
invention is represented by the following general formulas: 

55 

Si(OR 2 ) m R 3 4 ^, 
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R 4 (R S 2 SiO) p SiR 6 3 

5 (R 7 2 SiO) q 

where R 2 represents a hydrocarbon group having 1 to 20 carbon atoms, R 3 , R 4 , R 5 , R 6 and R 7 each represents a 
hydrocarbon group having 1 to 20 carbon atoms or a hydrogen atom, m represents a number satisfying 0 < m ^ 4, p 
represents an integer of 1 to 1 ,000, and q represents an integer of 2 to 1 ,000. 

w [0028] Concrete examples of the organic silicon compound include tetramethoxysilane, dimethyldimethoxysilane, 
tetraethoxysilane, triethoxyethylsilane, diethoxydiethylsilane, ethoxytriethylsilane, tetraisopropoxysilane, diisopropox- 
ydiisopropylsilane, tetrapropoxysilane, dipropoxydipropylsilane, tetrabutoxysilane, dibutoxydibutylsilane, dicyclopen- 
toxydiethylsilane, diethoxydiphenylsilane, cyclohexyloxytri methyls ilane, phenoxytrimethylsilane, tetraphenoxysilane, 
triethoxyphenylsilane, hexamethyldisiloxane, hexaethyldisiloxane, hexapropyldisiloxane, octaethyltrisiloxane, dimeth- 

15 ylpolysiloxane, diphenylpolysiloxane, methylhydropolysiloxane, and phenylhydropolysifoxane. 

[0029] Among these organic silicon compounds, alkoxysilane compounds represented by general formula Si 
(OR 2 ) m R 2 4 . m are preferable, wherein m preferably satisfies 1 ^ m ^ 4. Among them, tetraalkoxysilane compounds 
wherein m = 4 are particularly preferable. 

20 (c) Organomagnesium Compounds 

[0030] Next, the organomagnesium compound used in this invention may be any forms of organomagnesium com- 
pounds, so far as they have a magnesium-carbon bond. Among them, Grignard compounds represented by general 
formula R 8 MgX, wherein R 8 represents a hydrocarbon group having 1 to 20 carbon atoms and X represents a halogen, 

25 and dialkyl- or diaryl-magnesium compounds represented by general formula RQR^Mg, wherein R 9 and R 10 each 
represents a hydrocarbon group having 1 to 20 carbon atoms, are particularly preferable. In these formulas, RP, R 9 
and R 10 may be identical or different one another and each represents an alkyl, aryl, aralkyl or alkenyl group having 
1 to 20 carbon atoms such as methyl, ethyl, propyl, isopropyl, butyl, sec-butyl, tert-butyl, amyl, isoamyl, hexyl, octyl, 
2-ethylhexyl, phenyl and benzyl. 

30 [0031] Concrete examples of the Grignard compound include methylmagnesium chloride, ethylmagnesium chloride, 
ethylmagnesium bromide, ethylmagnesium iodide, propylmagnesium chloride, propylmagnesium bromide, magnesium 
chloride, butylmagnesium bromide, sec-butylmagnesium chloride, sec-butylmagnesium bromide, tert-butylmagnesium 
chloride, tert-butylmagnesium bromide, amylmagnesium chloride, isoamylmangesium chloride, phenylmagnesium 
chloride, phenylmagnesium bromide and the like. Concrete examples of the compound represented by R 9 R 10 Mg in- 

35 elude diethylmagnesium, dipropylmagnesium, diisopropylmagnesium, dibutylmagnesium, di-sec-butylmagnesium, di- 
tert-bytylmagnesium, butyl-sec-butylmagnesium, diamylmagnesium and diphenylmagnesium. 
[0032] As the solvent used in the synthesis of the above-mentioned organomagnesium compounds, etheral solvents 
such as diethyl ether, dipropyl ether, diisopropyl ether, dibutyl ether, diisobutyl ether, diamyl ether, diisoamyl ether, 
dihexyl ether, dioctyl ether, diphenyl ether, dibenzyl ether, phenetole, anisole, tetrahydrofuran and tetrahydropyran can 

40 be referred to. Hydrocarbon solvents such as hexane, heptane, octane, cyclohexane, methylcyclohexane, benzene, 
toluene and xylene and mixtures of an etheral solvent and a hydrocarbon solvent are also usable. Preferably, the 
organomagnesium compound is used in the form of a solution in a solution of ether compound. As the ether compound 
used for this purpose, ether compounds having 6 or more carbon atoms in one molecule and ether compounds having 
a cyclic structure can be referred to. 

45 [0033] From the viewpoint of catalytic activity, it is particularly preferable to use a Grignard compound represented 
by R 8 MgCI in the form of a solution in an ether compound. 

[0034] It is also possible to use the above-mentioned organomagnesium compound in the form of a hydrocarbon- 
soluble complex with an organometallic compound. Examples of said organometallic compound include organic com- 
pounds of Li, Be, B, Al and Zn. 

50 

(d) Ester Compounds 

[0035] The ester compounds which can be used in this invention are esters of mono- and poly-valent carboxylic 
acids, which include aliphatic carboxylic esters, olefinic carboxylic esters, alicyclic carboxylic esters and aromatic car- 
55 boxylic esters. 

[0036] Concrete examples of the ester compound include methyl acetate, ethyl acetate, phenyl acetate, methyl pro- 
pionate, ethyl propionate, ethyl butyrate, ethyl valerate, methyl acrylate, ethyl acrylate, methyl methacrylate, ethyl 
benzoate, butyl benzoate, methyl toluate, ethyl toluate, ethyl anisate, diethyl succinate, dibutyl succinate, diethyl 
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malonate, dibutyl malonate, dimethyl maleate, dibutyl maleate, diethyl itaconate, dibutyl itaconate, monoethyl phtha- 
late, dimethyl phthalate, methyl ethyl phthalate, diethyl phthalate, dipropyl phthalate and diphenyl phthalate, diisobutyl 
phthalate, diheptyi phthalate, dioctyl phthalate, diphenyl phthalate and the like. 

[0037] Among these ester compounds, olefinic carboxylic esters, such as methacrylic esters and maleic esters, and 
5 phthalic esters are preferable, and phthalic diesters are particularly preferable. 

(e) Ether Compounds 

[0038] Next, as the ether compound used in this invention, dialkyl ethers such as diethyl ether, dipropyl ether, diiso- 
10 propyl ether, dibutyl ether, diamyl ether, diisoamyl ether, dineopentyl ether, dihexyl ether, dioctyl ether, methyl butyl 
ether, methyl isoamyl ether and ethyl isobutyl ether are preferable. Among them, dibutyl ether and diisoamyl ether are 
particularly preferable. 

(f) Organoaluminum Compounds 

15 

[0039] The organoaluminum compound used in this invention has at least one aluminum-carbon bond in one mole- 
cule. Typical examples of the organoaluminum compound are those represented by the following general formulas: 

R 11 AIY 

20 n y 3-y 

R 12 R 13 AI-0-AIR 14 R 15 

25 wherein R 11 , R 12 , R 13 , R 14 and R 15 each represents a hydrocarbon group having 1 to 20 carbon atoms, Y represents 
halogen, hydrogen or an alkoxy group, and y represents a number satisfying 2 ^ y = 3. 

[0040] Concrete examples of the organoaluminum compound include trialkylaluminums such as triethylaluminum, 
triisobutylaluminum and trihexylaluminum; dialkylaluminum hydrides such as diethylaluminum hydride diisobutylalu- 
minum hydride; mixtures of trialkylaluminum and dialkylaluminum halide; mixtures of triaikylaluminum and alkylalumi- 
30 num alkoxide; and alkylalumoxanes such as tetraethyldialumoxane and tetrabutyldialumoxane. 

[0041] Among these organoaluminum compounds, trialkylaluminums, mixtures of trialkylaluminum and dialkylalumi- 
num halide, and alkylalumoxanes are preferable, and among them triethylaluminum, triisobutylaluminum, a mixture of 
triethylaluminum and diethylaluminum chloride, and tetraethyldialumoxane are particularly preferable. 

35 (g) Olefins 

[0042] The olefins used in this invention for treatment of solid catalyst precursor are those having 2 to 20 carbon 
atoms. Concrete examples of the olefin include ethylene, propylene, butene-1 , pentene-1 , hexene-1 , 3-methylbutene- 
1 , 3-methylpentene-1 , 4-methylpentene-1 , octene-1 , decene-1 and dodecene-1 . Among these olefins, those having 2 
40 through 8 carbon atoms are preferable, and those having 2 through 5 carbon atoms are particularly preferable. 

(h) Electron Donors 

[0043] When a solid catalyst precursor is treated with a small quantity of olefin in the presence of organoaluminum 
45 compound in this invention, the treatment may be carried out in the presence of an electron donor, if desired. Said 
electron donor is selected from the group consisting of organic silicon compounds having Si-OR 16 bond wherein R 16 
represents a hydrocarbon group having 1 to 20 carbon atoms or a Si-N-C bond, aromatic carboxylic ester compounds 
and sterically hindered amines. 

[0044] As the organic silicon compound, alkoxysilane compounds represented by general formula R 17 t Si(OR 16 ) 4 . t 
so wherein R 17 and R 16 each represents a hydrocarbon group having 1 to 20 carbon atoms and t represents a number 
satisfying 0 ^ t ^ 3 are preferably used. 

[0045] As the aromatic carboxylic ester compound, methyl benzoate, ethyl benzoate, propyl benzoate, isopropyl 
benzoate, butyl benzoate, phenyl benzoate, methyl toluylate, ethyl toluylate, methyl anisate, ethyl anisate, monoethyl 
phthalate, dimethyl phthalate, methyl ethyl phthalate, diethyl phthalate, dipropyl phthalate, diisopropyl phthalate, dibutyl 
55 phthalate, diisobutyl phthalate, diheptyi phthalate, dioctyl phthalate and diphenyl phthalate can be referred to. 

[0046] As the sterically hindered amine, 2,6-substituted piperidines, 2,5-substituted pyrrolidines, and substituted 

methylenediamine compounds such as N.N.N'.N'-tetramethylmethylenediamine can be referred to. 

[0047] Among these electron donors, alkoxysilane compounds represented by general formula R 17 t Si(OR l6 ) 4 . t and 
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2,6-substituted piperidines give a particularly good result. 

[0048] Concrete examples of said alkoxysilane compound include the fallowings: 

Si-(OCH 3 ) 4 , CH 3 -SKOCH3) 31 
(CH 3 ) 2 -Si-(OCH 3 ) 2 , (C 2 H 5 ) 2 -Si-(OCH 3 ) 2 , 



^~A2-Si-(OCH 3 ) 2 , (iS0C 4 H 9 ) 2 -Si-(0CH 3 ) 



(C 8 H 17 ) 2 -Si-(OCH 3 ) 2 ,C 2 H 5 -Si-(OCH 3 ) 3 , 



^ y-Si-(OCH 3 ) 3< isoC 4 H g -Si-(OCH 3 ) 3 
C 8 H 17 -Si-<OCH 3 ) 3 , <Q>-Si-(OCH 3 ) 3 



f*3 f2 H 5 
<g^-Si-(OCH 3 ) 2 , ^-Si-(OCH 3 ). 



Si-(OC 2 H 5 ) 4 , CH 3 -Si-(OC 2 H 5 ) 3 , 



C 2 H 5 -Si-(OCH 2 H 5 ) 3 ,C 2 H 3 -Si-(OC 2 H 5 ) 3 , 



@)- Si -(° C 2 H 5V ©h- Si -(° CH 3> 



<gy S i-(OC 2 H 5 > 2 , C 4 H 9 -Si-<OC 2 H 5 ) 3 , 



C 2 H 5 -Si-(OC 4 H g ) 3 ,(C 2 H 5 ) 2 -Si-(OC 2 H 5 ) 2 , 
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CH^ C-H- 

I 3 I 2 5 

isoC 3 H ? --Si-(OCH 3 ) 2 , isoC^-Si- (OCH 3 ) 2 , 



^3 H 7 ^4 H 9 
isoC 3 H 7 ^Si-(OCH 3 ) 2 , isoC 3 H 7 -Si- (OCH 3 ) 2 , 



95*11 ?6 H 13 

20 I | 



isoC 3 H 7 -Si-<OCH 3 ) 2 isoC 3 H ? -Si-(OCH 3 ) 2/ 



I 3 I 2 5 

isoC 3 H 7 -Si-(OC 2 H 5 ) 2 , isoC 3 H 7 -Si-(OC 2 H 5 ) 2 , 



^3 H 7 ?4 H 9 
isoC 3 H 7 -Si-(OC 2 H 5 ) 2 , isoC 3 H ? -Si- (OC 2 H 5 ) 2 , 



95 H 11 ?6 H 13 
isoC 3 H 7 -Si-(OC 2 H 5 ) 2< isoC 3 H 7 -Si-(OC 2 H 5 ) 2 , 



CH, C,H_ 

I 3 I 2 5 

iS0C 4 H 9 -Si-(0CH 3 ) 2/ isoC 4 H 9 -Si-(OCH 3 ) 2 , 



7 



t 
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^3 H 7 ?4 H 9 
isoC 4 H 9 -Si-(OCH 3 ) 2/ isoC 4 H g -Si-(OCH 3 ) 2 , 



C 5 H 11 ?6 H 13 



isoC 4 H 9 -Si-(OCH 3 ) 2 , isoC 4 H g -Si-<OCH 3 ) 2 , 



I 3 I 2 5 

isoC 4 H 9 -Si-(OC 2 H 5 ) 2 isoC 4 H 9 -Si-(OC 2 H 5 ) 2 , 



^3 H 7 ^4 H 9 
isoC 4 H 9 -Si-(OC 2 H 5 ) 2/ isoC 4 H g -Si-(OC 2 H 5 ) 2/ 



?5 H 11 ^6*13 
iS0C 4 H g -Si-(0C 2 H 5 ) 2/ isoC 4 H g -Si-(OC 2 H 5 ) 2# 



I 3 I 2 5 

tertC 4 H g -Si-(OCH 3 ) 2/ tertC 4 H g -Si-<OCH 3 ) 2 , 



^3 H 7 < j : 4 H 9 
tertC 4 H g -Si-(OCH 3 ) 2/ tertC 4 H g -Si-(OCH 3 ) 2 , 
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CH 3 C 2 H 5 



tertC 4 H g -Si-(OC 2 H 5 ) 2 , tertC 4 H g -Si-<OC 2 H 5 ) 2 , 



^3 H 7 ( j : 4 H 9 
tertC 4 H 9 -Si-(OC 2 H 5 ) 2/ tertC 4 H g -Si-(OC 2 H 5 ) 2 , 



l 3 l 3 l 3 l 2 5 

C 2 H 5 -C Si- (OCH 3 ) 2 , C 2 H 5 -C — Si- (OCH 3 ) 2 , 

CH 3 CH 3 



CH, C-H CH- C d H 

30 | 3 j 3 7 I I 

C 2 H 5 -C — Si-(OCH 3 ) 2 , C 2 H 5 -C Si-<OCH 3 > 2 



CH 3 CH 3 



CH 3 CH 3 CH 3 C 2 H 5 

C 2 H 5 -C — Si-<OC 2 H 5 ) 2 , C 2 H 5 -C— Si-(OC 2 H 5 ) 2 



CH 3 CH 3 



? H 3 C \3 H 1 f 3 ^4 H 9 

C 2 H 5-? — Si-<OC 2 H 5 ) 2 , C 2 H 5 -C— Si-(OC 2 H 5 ) 2/ 
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CH 3 ?2 H 5 
(^}— Si-(OCH 3 > 2 , Si-(OCH 3 ) 2 , 



C_H_ iS0C-H 
|3 7 | 3 7 

( j>-Si-(OCH 3 ) 2 , <^\-Si-(OCH 3 ) 2 , 



C 4 H 9 isoC 4 H 9 
<^>— Si-(OCH 3 ) 2 , (^J— Si-(OCH 3 ) 2 , 



tertC 4 H 9 C 5 H 11 



^)-Si-(OCH 3 ) 2 , 



C 6 H 13 ? H 3 



<^~\-Si-<OCH 3 ) 2 , ^^-Si-(OC 2 H 5 ) 2 



?2 H 5 ^3*7 

<^)-Si-<OC 2 H 5 ) 2 , <^J)-Si-(OC 2 H 5 > 



isoC 3 H ? C 4 H 9 
^>-Si-(OC 2 H 5 ) 2 , <^-Si-(OC 2 H 5 ) 
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isoC-Ho tertC.H Q 
<^>-Si-<OC 2 H 5 ) 2 , <^J)-Si-(OC 2 H 5 ) 2/ 



10 



C 5 H 11 



)5 



^~"\-Si-<CC,H,.) 



2"5'2' 



?6 H 13 
( >-Si-(0C o H c ) 



2"5'2' 



20 CH, C,H_ 

I 3 /^\ I 
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Q^-Si-(OCH 3 ) 2 , <^>-Si-<0CH 3 ) 2 , 



C,H_ isoC-H- 
QV-Si-(OCH 3 ) 2 , ryS-Si-(OCH 3 ) 2 , 



C 4 H g |S0C 4 H 9 
Q^-Si-(0CH 3 ) 2 , ^-Si-(0CH 3 > 2 , 



« tertC 4 H 9 CH 3 



<^)-Si-(OCH 3 ) 2> Q>-Si-(OCH 3 ) 2 , 



Q>-Si-(OCH 3 ) 2 , < Qy-Si-(OCH 3 ) 2/ 
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| SOC 3 H 7 f4 H 9 
Q^Si-(OCH 3 ) 2 , ^-Si-<OCH 3 ) 2# 



isoC,H Q tertC.H. 

Q^Si-(OCH 3 ) 2 , Q^-Si-(OCH 3 ) 2/ 



/=3 Q)-Si-<OCH3) 2 , /^^-Sl-(OCH 3 ) 2 



C 3 H ? |S0C 3 H 7 
/^Q)~Si-(OCH 3 > 2 , /ZQ)-Si-(0CH 3 ) 



I 4 " 9 I' 004 " 9 
/Z^^-Si-<OCH 3 ) 2 , /=2Q)^Si-(OCH 3 ) 2 



tertC 4 H 9 CH 3 
/=^-Si-(OCH 3 ) 2 , O)-Si-(0CH 3 ) 2 



Si-(OCH 3 ) 2 , ( |V-Si-(OCH 3 ) 
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isoC-H_ 

I 3 7 

Si-(OCH 3 ) 2 , 



C 4 H 9 




Si-(OCH 3 ) 2 





tertC 4 H g 



-(OCH 3 ) 2 and ( V-Si-(OCH 3 ) 2 . 



[0049] Examples of the 2,6-substituted piperidine include 2,2,6,6-tetramethylpiperidine. 
(i) Synthesis of Solid Catalyst Component 

[0050] The solid catalyst component of this invention is synthesized by reducing a titanium compound with an orga- 
nomagnesium compound in the presence of an organic silicon compound to form a solid product, treating the solid 
product first with an ester compound and subsequently with a mixture of an ether compound and titanium tetrachloride 
or with a mixture of an ester compound, an ether compound and titanium tetrachloride to form a trivalent titanium 
compound-containing solid catalyst precursor, and then treating the latter with a small quantity of olefin in the presence 
of an organoaluminum compound. 

[0051] The synthetic reactions are all performed in an atmosphere of inert gas such as nitrogen, argon or the like or 
in an atmosphere of an olefin. 

[0052] As the method for reducing a titanium compound with an organomagnesium compound, a method which 
comprises adding an organomagnesium compound to a mixture of a titanium compound and an organic silicon com- 
pound or an inverse method which comprises adding a mixture of a titanium compound and an organic silicon compound 
to a solution of an organomagnesium compound may both be adopted. Of these two methods, the method of adding 
an organomagnesium compound to a mixture of titanium compound and organic silicon compound is more preferable 
from the viewpoint of catalytic activity. 

[0053] Preferably, the titanium compound and the organic silicon compound are used in the form of a solution or a 
dilution in an appropriate solvent. 

[0054] As said solvent, aliphatic hydrocarbons such as hexane, heptane, octane and decane, aromatic hydrocarbons 
such as toluene and xylene, alicyclic hydrocarbons such as cyclohexane, methylcyclohexane and decaline and ether 
compounds such as diethyl ether, dibutyl ether, diisoamyl ether and tetrahydrofuran are used. 
[0055] The temperature of the reduction is -50°C to 70°C, preferably -30°C to 50°C, and particularly preferably -25°C 
to 35°C. If the temperature of reduction is too high, catalytic activity is deteriorated. 

[0056] The production of a solid product by the reduction of titanium compound with an organomagnesium compound 
may be carried out in the presence of a porous material made of inorganic oxide, organic polymer or the like in order 
to impregnate the solid product into the porous material. 

[0057] As said porous material, those having a pore volume of 0.3 ml/g or above at a pore radius of 20 to 200 nm 
(200 to 2,000 angstroms (A)) and having a mean particle diameter of 5 to 300 um are preferable. 
[0058] As said porous inorganic oxide, Si0 2 , Al 2 0 3 , MgO, T10 2) Zr0 2 , MgOAI 2 0 3 and MgOSi0 2 A! 2 0 3 can be re- 
ferred to. 

[0059] As said porous organic polymer, polystyrene type, polyacrylic ester type, polymethacrylic ester type, poly- 
acrylonitrile type, polyvinyl chloride type and polyolefin type polymers can be referred to, of which typical examples 
include polystyrene, styrene-divinylbenzene copolymer, styrene-N.N'-alkylenedimethacrylamide copolymer, styrene- 
ethylene glycol dimethyl methacrylate copolymer, methyl polyacrylate, ethyl polyacrylate, methyl acrylate-divinylben- 
zene copolymer, ethyl acrylate-divinylbenzene copolymer, polymethyl methacrylate, methyl methacrylate-divinylben- 
zene copolymer, polyethylene glycol dimethyl methacrylate, polyacrylonitrile, acrylonitrile-divinylbenzene copolymer, 
polyvinyl chloride, polyvinylpyrrolidine, polyvinylpyridine, ethylvinylbenzene-divinylbenzene copolymer, polyethylene, 
ethylene-methyl acrylate copolymer and polypropylene. Among these porous materials, SiO^, Al 2 0 3 and polystyrene 
type polymers are preferable. 
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[0060] Although the time of addition is not critical, it is usually about 30 minutes to about 6 hours. After completion 
of the reduction, a post reaction may be carried out at a temperature of 20*0 to 120°C for 0.5 to 6 hours. 
[0061] As expressed in terms of atomic ratio of silicon atom to titanium atom (Si/Ti), the organic silicon compound 
is used in an amount of 1 to 50, preferably 3 to 30 and particularly preferably 5 to 25. 
5 [0062] As expressed in terms of atomic ratio of the sum of titanium and silicon atoms to magnesium atom (Tl+Si/ 
Mg), the organomagnesium compound is used in an amount of 0. 1 to 1 0, preferably 0.2 to 5.0, and particularly preferably 
0.5 to 2.0. 

[0063] The solid product obtained by the reduction is separated from liquid matter and several times washed with 
an inert hydrocarbon solvent such as hexane and heptane. 
10 [0064] The solid product thus obtained contains trivalent titanium, magnesium and hydrocarbyloxy group, and gen- 
erally exhibits an amorphous character or a very weak crystalline character. From the viewpoint of catalytic perform- 
ances, amorphous structure is more preferable. 

[0065] The solid product obtained by the above-mentioned procedure is then treated with an ester compound. 
[0066] The ester compound is used in an amount of 0.1 to 50 moles, preferably 0.3 to 20 moles and particularly 
15 preferably 0.5 to 1 0 moles, per one mole of the titanium atom in the solid product. 

[0067] Per one mole of magnesium atom in the solid product, the ester compound is used in an amount of 0.01 to 
1 .0 mole, preferably 0.03 to 0.5 mole, and most preferably 0.05 to 0.4 mole. If the amount of the ester compound is 
excessively large, disintegration of solid product particle takes place. 

[0068] The treatment of the solid product with an ester compound may be carried out by any known methods capable 
20 of contacting both the materials such as slurry method, mechanical pulverization using ball mill, and the like. However, 
mechanical pulverization is undesirable from the viewpoint of industry because it generates a large quantity of fine 
powder in the solid catalyst component and broadens its particle size distribution. Preferably, both the materials are 
contacted together in the presence of a diluent. 

[0069] As the diluent, aliphatic hydrocarbons such as pentane, hexane, heptane and octane, aromatic hydrocarbons 
25 such as benzene, toluene and xylene, alicyclic hydrocarbons such as cyclohexane and cyclopentane, and halogenated 
hydrocarbons such as 1 ,2-dichloroethane- and monochlorobenzene can be used. Among them, aromatic hydrocarbons 
and halogenated hydrocarbons are particulatry preferable. 

[0070] The diluent is used in an amount of 0.1 to 1 ,000 ml and preferably 1 to 1 00 ml, per 1 g of solid product. The 
temperature of the treatment is -50°C to 150°C, and preferably 0°C to 120°C. The time period of the treatment is 10 
30 minutes or longer, and preferably 20 minutes to 3 hours. After completion of the treatment, the mixture is allowed to 
stand to separate the solid matter from the liquid matter, and the solid matter is several times washed with an inert 
hydrocarbon solvent to obtain an ester-treated solid. 

[0071] Next, the ester-treated solid is further treated with a mixture of an ether compound and titanium tetrachloride. 

This treatment is preferably carried out in a state of slurry. The solvents which can be used for formation of the slurry 
35 include aliphatic hydrocarbons such as pentane, hexane, heptane, octane and decane; aromatic hydrocarbons such 

as toluene and xylene; alicyclic hydrocarbons such as cyclohexane, methylcyclohexaneand decaline; and halogenated 

hydrocarbons such as dichloroethane, trichloroethane, trichloroethylene, monochlorobenzene, dichlorobenzene and 

trichlorobenzene. Among them, halogenated hydrocarbons and aromatic hydrocarbons are preferable. 

[0072] Concentration of the slurry is 0.05 to 0.7 g solid/ml solvent, and preferably 0.1 to 0.5 g solid/ml solvent. Tem- 
40 perature of the reaction is 30°C to 1 50°C, preferably 45°C to 1 20°C, and particularly preferably 60°C to 1 00°C. Though 

the reaction time is not critical, it is usually 30 minutes to 6 hours. 

[0073] As the method for feeding the ester-treated solid, the ether compound and titanium tetrachloride, a method 
which comprises adding an ether compound and titanium tetrachloride to an ester-treated solid and an inverse method 
which comprises adding an ester-treated solid to a solution containing an ether compound and titanium tetrahcloride 
45 are both adoptable. 

[0074] In the method of adding an ether compound and titanium tetrachloride to an ester-treated solid, a method of 
adding an ether compound and thereafter adding titanium tetrachloride and a method of simultaneously adding an 
ether compound and titanium tetrachloride are preferable. Particularly preferably, a preliminarily prepared mixture of 
ether compound and titanium tetrachloride is added to an ester-treated solid. 
so [0075] The reaction of the ester-treated solid with the ether compound and titanium tetrachloride may be carried out 
repeatedly twice or more. From the viewpoint of catalytic activity and stereospecificity, it is preferable to repeat the 
reaction using a mixture of an ether compound and titanium tetrachloride at least twice. 

[0076] The ether compound is used in an amount of 0.1 to 100 moles, preferably 0.5 to 50 moles and particularly 
preferably 1 to 20 moles, per one mole of titanium atom in the solid product. 
55 [0077] The titanium tetrachloride is added in an amount of 1 to 1 ,000 moles, preferably 3 to 500 moles and particulalry 
preferably 10 to 300 moles, per one mole of the titanium atom in the solid product. 

[0078] The treatment of the ester-treated solid with a mixture of ether compound and titanium tetrachloride may be 
carried out in the presence of an ester compound. The ester compound for this purpose is used in an amount of 30 
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moles or less, preferably 1 5 moles or less and particularly preferably 5 moles or less, per one mole of the titanium 
atom in the solid product. 

[0079] The trivalent titanium compound-containing solid catalyst precursor obtained by the above-mentioned proce- 
dure is subjected to a solid-liquid separation, and then the solid matter is several times washed with an inert hydrocarbon 

5 solvent such as hexane and heptane and thereafter put to treatment with an olefin. 

[0080] From the viewpoint of catalytic activity and stereospecificity, it is preferable to wash the solid matter having 
been separated from liquid matter at least once with a large quantity of halogenated hydrocarbon solvent such as 
monochlorobenzene or aromatic hydrocarbon solvent such as toluene at a temperature of SCPC to 120°C, then addi- 
tionally wash it with an aliphatic hydrocarbon solvent such as hexane several times and thereafter put it to treatment 

10 using an olefin. 

[0081] Next, the solid catalyst precursor thus obtained is treated with a small quantity of olefin in the presence of an 
organoaluminum compound. This treatment is preferably carried out in the state of a slurry. As the solvent used for 
forming the slurry, inert hydrocarbon solvents such as propane, butane, pentane, hexane, heptane and octane can be 
referred to. 

15 [0082] The amount of the organoaluminum compound may be selected from wide range such as 0.5 to 700 moles 
per one mole of titanium atom in the solid catalyst precursor. However, 0.8 to 500 mole is preferable, and 1 to 200 
moles is particularly preferable. 

[0083] The amount of the olefin used for the treatment is 0.05 to 1 ,000 g, preferably 0.1 to 500 g and particularly 
preferably 0.2 to 200 g, per one gram of the solid catalyst precursor. 

20 [0084] Concentration of the slurry at the time of treatment is preferably 1 to 500 g solid/liter solvent and particularly 
preferably 3 to 300 g solid/liter solvent. Temperature of the treatment is preferably -20^0 to 100°C and particularly 
preferably 0°C to 80°C. Partial pressure of the olefin in gas phase at the time of the treatment is 0.98 to 1960 kPa 
(0.01 to 20 kg/cm 2 ) and preferably 9.8 to 980 kPa (0.1 to 10 kg/cm 2 ). Though the time of the treatment is not critical, 
it is usually 2 minutes to 15 hours. 

25 [0085] As the method for feeding the solid catalyst precursor, organoaluminum compound and olefin, a method which 
comprises contacting a solid catalyst precursor with an organoaluminum compound and thereafter feeding an olefin 
and a method which comprises contacting a solid catalyst precursor with an olefin and thereafter feeding an organoa- 
luminum compound are both usable. As the method for feeding the olefin, a method which comprises gradually feeding 
an olefin while maintaining a predetermined pressure in the treating tank and a method which comprises wholly feeding 

30 the predetermined quantity of olefin at the beginning are both usable. 

[0086] In treating a solid catalyst precursor with a small quantity of olefin in the presence of an organoaluminum 
compound, an electron donor may be added to the system if desired. The amount of the electron donor is 0.01 to 400 
moles, preferably 0.02 to 200 moles and particularly preferably 0.03 to 100 moles, per one mole of titanium atom in 
the solid catalyst precursor; and 0.005 to 5 moles, preferably 0.01 to 3 moles and particularly preferably 0.015 to 1 .0 

35 mole per one mole of organoaluminum compound. 

[0087] The method for feeding the electron donor is not critical, and it may be fed separately from the organoaluminum 
compound or may be fed after a previous contact with the organoaluminum compound. It is also possible to previously 
react an electron donor with an organoaluminum compound chemically and feed the reaction product for the sake of 
treatment using an olefin. 

40 [0088] The trivalent titanium compound-containing solid catalyst component obtained by the above-mentioned pro- 
cedure is subjected to a solid-liquid separation and thereafter either dried directly or washed several times with an inert 
hydrocarbon solvent such as butane, pentane, hexane or heptane and then dried. Subsequently, it is used for polym- 
erization. 

[0089] The method of drying is not limited particularly, so far as it is carried out in an atmosphere of inert gas such 
45 as argon. As a method for introducing heat at the time of drying, the methods of hot gas heat input, conduction heat 
input, radiation heat input and high frequency wave heat input are also usable. As the drying type of powder, material 
standing type, material conveying type, material agitating type and hot gas conveying type are also usable. Concretely 
speaking, the drying can be effected by the use of vacuum box type drier, freeze drying apparatus, box type drier, 
ordinary pressure drum drier, vacuum drum drier, vertical drier, cylindrical drier, band drier, ventilation rotary drier, 
so ventilation agitation drier, fluidized bed drier, cylindrical agitation drier, multi-stage disc drier, grooved agitation drier, 
spray drier or gas stream drier. 

[0090] Further, the drying can also be carried out by the use of combination of these driers. Among these drying 
methods, a drying method using a drier in which ventilation and agitation are combined exhibits a particularly remarkable 
effect of this invention. 

55 [0091] The solid catalyst component of this invention is combined with an organoaluminum compound and an electron 
donor and put to use in polymerization of olefin. The organoaluminum compound and the electron donor used for this 
purpose can be selected from those mentioned above in the paragraph of olefin-treatment of solid catalyst precursor. 
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(j) Method for Polymerization of Olefin 

[0092] The method for feeding the catalyst components into polymerization reactor is not critical, so far as they are 
fed in a water-free state in an inert gas such as nitrogen, argon or the like. 
5 [0093] The solid catalyst component, organoaluminum compound and electron donor may be fed separately, or any 
two of them may be previously contacted together and then fed. It is also possible to feed an organoaluminum compound 
and an electron donor after previously reacting them chemically. 

[0094] The polymerization can be carried out at a temperature of -30PC to 300°C preferably -20°C to 240°C, partic- 
ularly preferably 0°C to 120°C. Though pressure of the polymerization is not critical, a pressure ranging from about 

10 304 kPa (3 atmospheres) to about 202 MPa (2,000 atmospheres) is preferable from the viewpoint of industrial practi- 
cability and economicity. As the process of polymerization, continuous process and batch process are both adoptable. 
Slurry polymerization or solution polymerization using an inert hydrocarbon solvent such as propane, butane, pentane, 
hexane, heptane or octane, liquid polymerization using no solvent, and gas phase polymerization are also adoptable. 
As the organoaluminum compound and electron donor, the same compounds as used in the previous steps can be used. 

15 [0095] The a-olefins which can be polymerized with the polymerization catalyst component of this invention are those 
having 3 or more carbon atoms. Concrete examples of the a-olefin include propylene, butene-1 , pentene-1 , hexene- 
1, 3-methyl butene-1 , 3-methylpentene-1, 4-methylpentene-1 , octene-1, decene-1 and dodecene-1, although this in- 
vention is by no means limited by them. The polymerization according to this invention can be practised in any modes 
of homopolymerization and copolymerization. In case of copolymerization, two or more species of olefins selected from 

20 the group consisting of ethylene and a-olefins are mixed together and contacted with the catalyst, whereby a copolymer 
can be obtained. A heteroblock copolymerization in which the polymerization is carried out in two or more steps can 
also be effected easily. For regulating molecular weight of the polymer, a chain transfer agent such as hydrogen and 
the like can also be added. 

[0096] Next, this invention will be illustrated in more detail by way of the following examples and comparative exam- 
25 pies. This invention is by no means limited by the examples. 

Example 1 

(a) Synthesis of Organomagnesium Compound 

30 

[0097] After replacing inner atmosphere of a one liter flask equipped with a stirrer, a reflux condenser, a dropping 
funnel and a thermometer with argon gas, 32.0 g of sliced metallic magnesium for Grignard reagent was introduced 
into the flask. After charging 120 g of butyl chloride and 500 ml of dibutyl ether into the dropping funnel, about 30 ml 
of the mixture was dropwise added onto the magnesium in the flask to start a reaction. After start of the reaction, the 
35 dropping was continued at 50°C for 4 hours. After completion of dropping, the reaction was continued for an additional 
one hour at 60°C. Then, the reaction mixture was cooled to room temperature and the liquid matter was separated 
from solid. 

[0098] The butylmagnesium chloride dissolved in the dibutyl ether was hydrolyzed with 1N sulfuric acid, and the 
remaining sulfuric acid was back titrated with 1 N aqueous solution of sodium hydroxide to determine the concentration 
40 of butylmagnesium chloride, using phenolphthalein as an indicator. As the result, its concentration was 2.1 moles/liter. 

(b) Synthesis of Solid Product 

[0099] After replacing inner atmosphere of a 500 ml flask equipped with a stirrer, a dropping funnel and a thermometer 
45 with argon gas, 240 ml of hexane, 6.70 g (1 9.7 mmoles) of tetrabutoxytitanium and 61 .4 g (295 mmoles) of tetraethox- 
ysilane were charged and made into a uniform solution. Then, 150 ml of the organomagnesium compound synthesized 
in (a) was slowly dropped from the dropping funnel over a period of 5.75 hours, while keeping the inner temperature 
of the flask at 5°C. After completion of dropping, the content of the flask was stirred at 2CPC for an additional one hour, 
and then the solid matter was separated from liquid and twice washed with each 217 ml portion of toluene. Then, a 
so part of the solid was sampled out and dried, and its composition was analyzed to reveal that the solid product contained 
2.0% by weight of titanium atom, 34.1 % by weight of ethoxy group and 3.1 % by weight of butoxy group. 
[0100] Wide angle X ray diffraction chart, using Cu-Ka ray, of the solid product exhibited no clear diffraction peak at 
all, demonstrating its amorphous structure. 

55 (c) Synthesis of Ester-Treated Solid 

[0101] After completing the washing step of (b), toluene was added into the flask to prepare 250 ml of slurry. Then, 
27.0 ml (101 mmoles) of diisobutyl phthalate was added and reacted at 95°C for 30 minutes. 
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[0102] After the reaction, the solid matter was separated from liquid and once washed with 217 ml of toluene. 

(d) Syhthesis of Solid catalyst Precursor 

5 [01 03] After completing the wash ing step of (c), toluene was added into the flask to prepare 1 07 ml of a slurry. Further, 
1.2 ml (4.5 mmoles) of diisobutyl phthalate, 2.3 ml (14 mmoles) of butyl ether and 90 ml (820 mmoles) of titanium 
tetrachloride were added and reacted at 95°C for 3 hours. After the reaction, the solid matter was separated from liquid 
at 95°C and once washed with 217 ml of toluene at that temperature. Then, the above-mentioned treatment using 
diisobutyl phthalate, butyl ether and titanium tetrachloride was repeated once more under the same conditions as 

w above, and the solid matter was washed first three times with each 217 ml portion of toluene at 95°C and thereafter 
three times with each 194 ml portion of hexane at room temperature to obtain a solid catalyst precursor. Then, 194 ml 
portion of hexane was introduced to obtain a slurry containing a solid catalyst precursor. One milliliter of the slurry thus 
obtained contained 0.1 8 g of solid catalyst precursor. The solid catalyst precursor contained 2.2% by weight of titanium 
atom, 19.1% by weight of magnesium atom and 12.2% by weight of phthalic ester. 

15 

(e) Synthesis of Solid Catalyst Component 

[0104] After replacing inner atmosphere of a 300 ml flask equipped with a stirrer and a thermometer, with argon gas, 
34 ml of the slurry containing a solid catalyst precursor which had been obtained in (d), 156 ml of hexane, 9.0 mmoles 
20 of triethylaluminum and 1 .35 mmoles of phenyltrimethoxysilane were charged, and then inner atmosphere of the flask 
was replaced with propylene gas. Further, 8 g of propylene gas was fed into the flask over a period of 33 minutes at 
room temperature, after which inner atmosphere of the flask was again replaced with argon gas, and stirring was 
continued for one hour. 

[01 05] After completion of the reaction, the solid matter was separated from liquid and dried under a stream of argon 
25 gas with stirring at 75°C for 2 hours to obtain 12.5 g of a solid catalyst component. It contained 0.34% by weight of 
hydrocarbon solvent and 49% by weight of solid catalyst precursor. 

(f) Polymerization of Propylene 

30 [0106] After replacing inner atmosphere of a stainless steel autoclave equiped with a magnetic stirrer and a ther- 
mometer having a capacity of 1 30 ml with argon gas, 0.57 mmole of triethylaluminum, 0.057 mmole of phenyltriethox- 
ysilane, 10.1 mg the solid catalyst component obtained in (e) and 80 ml of liquefied propylene were charged into the 
autoclave. 

[0107] While stirring the content of the autoclave, it was kept at 60°C for one hour. After discharging the excessive 
35 propylene, the formed polypropylene was air-dried for 24 hours. Thus, 1 6.36 g of polypropylene was obtained. 

[0108] This means that yield (g) of polypropylene per one gram of solid catalyst component (hereinafter referred to 
as "PP/cat") was 1 ,620. 

[01 09] When the polypropylene powder thus obtained was extracted with boiling heptane for 6 hours, the percentage 
of residue [hereinafter referred to as U IY" (% by weight)] was 98.5 (% by weight). Bulk density [hereinafter referred to 
as "BD" (g/ml)] of the polypropylene powder was 0.47 (g/ml). 

(g) Measurement of Particle Size Distribution of Polypropylene Powder 

[0110] The polypropylene powder obtained in (f) was fractionated by means of JIS Standard Sieve having a mesh 
45 size of 88 to 1 ,400 urn. The polymers remaining on sieves were weighed, and their proportions to total polymer weight 
were determined and cumulated from the side of smaller particle diameter. The results of the sieving were shown in 
Table 1 and Fig. 1 as cumulative fractions (% by weight). Bulk densities (BD) are also shown in Table 1 . 

Comparative Example 1 

50 

(a) Drying of Solid Catalyst Precursor 

[0111] After replacing inner atmosphere of a 200 ml flask equipped with a stirrer with argon gas, 27 ml of the slurry 
containing a solid catalyst precursor, obtained in Example 1 (d), was added into the flask and the solid catalyst precursor 
55 was separated from liquid by evacuating the liquid through glass filter which was connected with tube and inserted into 
the slurry. Then, the residual catalyst precursor was dried with stirring under a stream of argon gas at 75°C for 2 hours 
to obtain 4.8 g of a solid catalyst precursor. It contained 0.59% by weight of hydrocarbon solvent. 
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(b) Polymerization of Propylene 

[0112] Propylene was polymerized in the same manner as in Example 1(f), except that the solid catalyst precursor 
obtained in (a) of this example was used as solid catalyst component. The results were as follows: PP/cat = 3,570, IY 
5 = 97.7% by weight, BD = 0.44 g/ml. 

[0113] Particle size distribution of the polypropylene powder thus obtained was determined in the same manner as 
in Example 1(g). The results are shown in Table 1 and Fig. 1. 

[0114] Since no treatment using small quantity of olefin was carried out in this example, the cumulative fraction of 
polymer having smaller particle diameter having remained on the sieves up to a sieve dimension of 1 25 urn was 2.67% 
10 by weight, indicating that the proportion of fine powdery polymer was much greater than in Example 1 , Further, the 
polymer had a low bulk density. 

Example 2 

is (a) Synthesis of Solid Catalyst Component 

[0115] A solid catalyst component was synthesized in the same manner as in Example 1 (e), except that the quantity 
of propylene gas fed into the flask was 5 g. The solid catalyst component thus obtained contained 0.42% by weight of 
hydrocarbon solvent and 61% by weight of solid catalyst precursor. 

20 

(b) Polymerization of Propylene 

[0116] Propylene was polymerized in the same manner as in Example 1 (f), except that the solid catalyst component 
obtained in (a) of this example was used. 
25 [0117] The results were as follows: PP/cat = 1 ,980, IY = 97.1 % by weight, BD = 0.46 g/ml. 

[0118] Particle size distribution of the polypropylene powder thus obtained was determined in the same manner as 
in Example 1 (g). The results are shown in Table 1 . 

Example 3 

30 

(a) Preparation of Organoaluminum Component 

[0119] After replacing inner atmosphere of a 100 ml flask equipped with a stirrer and a thermometer, with argon gas, 
41 .7 ml of heptane, 5.74 g (50 mmoles) of triethyialuminum and 1 .49 g (7.5 moles) of phenyltrimethoxysilane were 
35 charged and reacted at 60°C for 6 hours with stirring. 

(b) Synthesis of Solid Catalyst Component 

[01 20] A solid catalyst component was synthesized in the same manner as in Example 2(a), except that the triethy- 
40 laluminum and phenyltrimethoxysilane used in Example 2(a) were replaced with the reaction product of (a) of this 
example. The solid catalyst component thus obtained contained 0.35% by weight of hydrocarbon solvent and 57% by 
weight of solid catalyst precursor. 

(c) Polymerization of Propylene 

45 

[0121] Propylene was polymerized in the same manner as in Example 1 (f), except that the solid catalyst component 
obtained in (b) of this example was used, and the triethyialuminum and phenyltrimethoxysilane used in Example 1(f) 
were replaced with the reaction product obtained in (a) of this example. The results were as follows: PP/cat = 2,750, 
IY = 99.1 % by weight, BD = 0.46 g/ml. Further, particle size distribution of the polypropylene powder obtained herein 
so was determined in the same manner as in Example 1(g) to obtain the results shown in Table 1 . 

Example 4 

(a) Syhthesis of Solid Catalyst Component 

55 

[0122] After replacing inner atmosphere of a 300 ml flask equipped with a stirrer and a thermometer with argon gas, 
36 ml of the slurry containing a solid catalyst precursor, obtained in Example 1 (d), was charged together with 1 61 ml 
of hexane and 9.2 mmoles of triethyialuminum. Then, ethylene gas was introduced into the mixture at ordinary pressure 
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at a rate of 300 ml/minute t over a period of 1 5 minutes. After completion of the reaction, the solid matter was separated 
from liquid and dried with stirring at 75°C for 2 hours under a stream of argon gas to obtain 10.0 g of a solid catalyst 
component. The solid catalyst component contained 0.56% by weight of hydrocarbon solvent and 60% by weight of 
solid catalyst precursor. 

5 

(b) Polymerization of Propylene 

[01 23J Propylene was polymerized in the same manner as in Example 1 (f), except that the solid catalyst component 
obtained in (a) of this example was used. The results were as follows: PP/cat = 1,900, IY = 92.3% by weight, BD = 
10 0.46 g/ml. 

[0124] Further, particle size distribution of the polypropylene powder obtained herein was determined in the same 
manner as in Example 1(g) to obtain the results shown in Table 1. 

Example 5 

15 

(a) Synthesis of Solid Catalyst Component 

[0125] A solid catalyst component was synthesized in the same manner as in Example 2(a), except that the phe- 
nyltrimethoxysilane used in Example 2(a) was replaced with cyclohexylethyldimethoxysilane. The solid catalyst com- 
20 ponent thus obtained contained 0.47% by weight of hydrocarbon solvent and 62% by weight of solid catalyst precursor. 

(b) Polymerization of Propylene 

[0126] Propylene was polymerized in the same manner as in Example 1 (f), except that the solid catalyst component 
25 obtained in (a) of this example was used and the phenyltriethoxysilane was replaced with cyclohexylethyldimethoxysi- 
lane. The results were as follows: PP/cat = 2,250, 1 Y = 99.0% by weight, BD = 0.46 g/ml. Further, particle size distribution 
of the polypropylene powder obtained herein was determined in the same manner as in Example 1(g) to obtain the 
results shown in Table 1 . 

30 Example 6 

(a) Synthesis of Solid Catalyst Component 

[0127] A solid catalyst component was synthesized in the same manner as in Example 2(a), except that the phe- 
35 nyltrimethoxysilane used in Example 2(a) was replaced with t-butylmethyldimethoxysilane. The solid catalyst compo- 
nent thus obtained contained 0.39% by weight of hydrocarbon solvent and 57% by weight of solid catalyst precursor. 

(b) Polymerization of Propylene 

40 [01 28] Propylene was polymerized in the same manner as in Example 1 (f), except that the solid catalyst component 
obtained in (a) of this example was used, and the phenyltriethoxysilane was replaced with t-butylmethyldimethoxysi- 
lane. The results were as follows: PP/cat = 2,070, 1 Y = 99.5% by weight, BD = 0.46 g/ml. Further, particle size distribution 
of the polypropylene powder obtained herein was determined in the same manner as in Example 1(g) to obtain the 
results shown in Table 1 . 

45 

Example 7 

(a) Syhthesis of Solid Catalyst Component 

so [0129] A solid catalyst component was synthesized in the same manner as in Example 2(a), except that the 1 .35 
mmoles of phenyltrimethoxysilane used in Example 2(a) was replaced with 2.70 mmoles of 2,2,6,6-tetramethylpiperi- 
dine. The solid catalyst component thus obtained contained 0.37% by weight of hydrocarbon solvent and 60% by 
weight of solid catalyst precursor. 

55 (b) Polymerization of Propylene 

[0130] Propylene was polymerized in the same manner as in Example 1 (f), except that the solid catalyst component 
obtained in (a) of this example was used, and the 0.057 mmole of phenyltriethoxysilane used in Example 1(f) was 
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replaced with 0.114 mmole of 2,2,6,6-tetramethylpiperidine. The results were as follows: PP/cat = 3,790, IY = 93.7% 
by weight, BD = 0.46 g/ml. Further, particle size distribution of the polypropylene powder obtained herein was deter- 
mined in the same manner as in Example 1 (g) to obtain the results shown in Table 1 . 

[0131] As has been mentioned above, the use of the solid catalyst component of this invention brings about the 
following effects: 

(1) Since the solid catalyst component of this invention has a very high catalytic activity per one titanium atom, 
coloration of polymer can be prevented and the contents of halogen and titanium atoms closely related to corro- 
siveness of polymers can be minimized, even if no particular procedure for removing catalyst residue is provided. 
This makes the apparatus for removing catalyst residue unnecessary and makes it possible to reduce the produc- 
tion cost of a-olefin polymer. 

(2) The use of the solid catalyst component of this invention makes it possible to produce a very highly stereospectfic 
a-olefin polymer. Since only a very small quantity of amorphous polymer is formed as by-product, an a-olefin 
polymer excellent in mechanical properties can be produced without removing amorphous polymer. 

(3) Since polymer having a low stereospecificity and soluble in polymerization medium is formed only in a very 
small quantity, there occur no troubles in process such as deposition of polymer onto reactor, pipings, flush hopper, 
etc. Further, since soluble polymer is formed only in a small quantity, the starting monomer can be utilized effec- 
tively. 

(4) By the use of the solid catalyst component of this invention, a-olefin polymers having a very high bulk density 
can be produced. This makes it possible to reduce the size of production apparatuses such as reactor and thereby 
to enhance productivity greatly. 

(5) Since the solid catalyst component of this invention is excellent in crush resistance, formation of fine powder 
from it is much prevented and it retains an excellent particle size distribution. This means that formation of fine 
powder a-olefin polymer can also be prevented, because the resulting a-olefin polymer resembles the solid catalyst 
component in shape. 

[0132] Accordingly, the troubles caused by fine powders such as clogging in pipings, mass formation in reactor, etc. 
can be prevented from occurring. 
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Claims 

1. A solid catalyst component for use in the polymerization of a-olefins obtained by 

reducing a titanium compound represented by the following general formula: 

Ti(OR 1 ) n x 4fl 

wherein R 1 represents a hydrocarbon group having 1 to 20 carbon atoms, X represents a halogen atom and 
n represents a number satisfying 0 < n ^ 4, with an organomagnesium compound in the presence of an organic 
silicon compound having Si-0 bond to produce a solid product, 
treating the solid product with an ester compound, 

treating the ester-treated solid product with a mixture of an ether compound and titanium tetrachloride or with 
a mixture of an ether compound, titanium tetrachloride and an ester compound to obtain a trivalent titanium 
compound-containing solid catalyst precursor subjecting it to a solid-liquid separation, washing the solid matter 
several times with an inert hydrocarbon solvent and thereafter, 

treating the undried solid catalyst precursor with 0.05 to 1 ,000 g per one gram of the solid catalyst precursor 
of an olefin in the presence of an organoaluminum compound to obtain a solid catalyst component for use in 
the polymerization of a-olefins. 

2. A solid catalyst component according to Claim 1 , wherein R 1 in the general formula Tl(OR 1 ) n X 4 . n is an alkyl group 
having 2 to 18 carbon atoms or an aryl group having 6 to 18 carbon atoms. 

3. A solid catalyst component according to Claim 1 , wherein R 1 in the general formula Ti(OR 1 ) n X 4 . n is a straight chain 
alkyl group having 2 to 1 8 carbon atoms. 

4. A solid catalyst component according to Claim 1 , wherein the halogen atom is chlorine, bromine or iodine. 

5. A solid catalyst component according to Claim 1 , wherein n in the general formula Tl(OR 1 ) n X 4 . n is 2 ^ n ^ 4. 

6. A solid catalyst component according to any one of Claims 1 to 5 wherein the organic silicon compound is one 
represented by the following general formulas 

Si(OR 2 ) m R\ m 
R 4 (R 5 2 SiO) p SiR% 

or 

(R ? 2 SiO) q 

where R 2 represents a hydrocarbon group having 1 to 20 carbon atoms, R 3 , R 4 , R 5 , R 6 and R 7 each represents 
a hydrocarbon group having 1 to 20 carbon atoms or a hydrogen atom, m represents a number satisfying 0 < m 
^ 4, p represents an integer of 1 to 1 ,000, and q represents an integer of 2 to 1 ,000. 

7. A solid catalyst component according to Claim 6, wherein the organic silicon compound is an alkoxysilane com- 
pound represented by the general formula Si(OR 2 ) m R 3 4 . m where m satisfies 1 ^ m ^ 4. 

8. A solid catalyst component according to Claim 7, wherein the organic silicon compound is a tetraalkoxysilane 
compound where m = 4. 

9. A solid catalyst component according to any one of Claims 1 to 8 wherein the organomagnesium compound is a 
Grignard compound represented by general formula R 8 MgX, wherein R 8 represents a hydrocarbon group having 
1 to 20 carbon atoms and X represents a halogen, or a dialkyl- or diaryl-magnesium compound represented by 
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general formula R 9 R 10 Mg, wherein R 9 and R 10 each represents a hydrocarbon group having 1 to 20 carbon atoms. 

10. A solid catalyst component according to Claim 9, wherein the Grignard compound is methylmagnesium chloride, 
ethylmagnesium chloride, ethylmagnesium bromide, ethylmagnesium iodide, propylmagnesium chloride, propyl- 
magnesium bromide, butylmagnesium chloride, butylmagnesium bromide, sec-butyl magnesium chloride, sec- 
butylmagnesium bromide, tert-butylmagnesium chloride, tert-butylmagnesium bromide, amylmagnesium chloride, 
isoamylmagnesium chloride, phenylmagnesium chloride or phenylmagnesium bromide. 

11. A solid catalyst component according to Claim 9, wherein the dialkyl- or diaryl-magnesium compound is diethyl- 
magnesium, dipropylmagnesium, diisopropylmagnesium, dibutylmagnesium, di-sec-butylmagnesium, di-tert- 
butylmagnesium, butyl-sec-butylmagnesium, diamylmagnesium or diphenylmagnesium. 

12. A solid catalyst component according to any one of Claims 1 to 11 wherein the ester compound is aliphatic car- 
boxylic ester, olefin ic carboxylic ester, alicyclic carboxylic ester or aromatic carboxylic ester. 

13. A solid catalyst component according to Claim 12, wherein the ester compound is methacrylic ester, maleic ester 
or phthalic ester. 

14. A solid catalyst component according to any one of Claims 1 to 13 wherein the ether compound is diethyl ether, 
dipropyl ether, diisopropyl ether, dibutyl ether, diamyl ether, diisoamyl ether, dineopentyl ether, dihexyl ether, dioctyl 
ether, methyl butyl ether, methyl isoamyl ether or ethyl isobutyl ether. 

15. A solid catalyst component according to Claim 1 4, wherein the ether compound is dibutyl ether or diisoamyl ether. 

16. A solid catalyst component according to any one of Claims 1 to 1 5, wherein the olefin is one having 2 to 20 carbon 
atoms. 

17. A solid catalyst component according to Claim 16, wherein the olefin is ethylene, propylene, butene-1, pentene- 
1, hexene-1, 3-methyibutene-1, 3-methylpentene-1, 4-methylpentene-1 , octene-1, decene-1 or dodecene-1 . 

1 8. A solid catalyst component according to any one of Claims 1 to 1 7 wherein the organoaluminum compound is that 
represented by the following general formulas: 

R y AIY 3 . y 
R 12 R 13 AI-0-AIR 14 R 15 

wherein R 11 , R 12 , R 13 , R 14 and R 15 each represents a hydrocarbon group having 1 to 20 carbon atoms, Y represents 
halogen, hydrogen or an alkoxy group, and y represents a number satisfying 2 ^ y = 3- 

19. A solid catalyst component according to Claim 1 8, wherein the organoaluminum compound is trialkylaluminum, a 
mixture of trialkylaluminum and dialkylaluminum halide or alkylalumoxane. 

20. A solid catalyst component according to Claim 1 9 wherein the organoaluminum compound is triethylaluminum, 
triisobutylaluminum, a mixture of triethylaluminum and diethylaluminum chloride, or tetraethyldialumoxane. 

21 . A solid catalyst component according to any one of Claims 1 to 20 wherein treatment of the solid catalyst component 
with a small quantity of olefin in the presence of organoaluminum compound is carried out in the presence of an 
electron donor. 

22. A solid catalyst component according to Claim 21 , wherein the electron donor is one selected from the group 
consisting of organic silicon compounds having Si-OR 16 bond wherein R 16 represents a hydrocarbon group having 
1 to 20 carbon atoms or a Si-N-C bond, aromatic carboxylic ester compounds and sterically hindered amines. 

23. A solid catalyst component according to Claim 22, wherein the electron donor is an alkoxysilane compound rep- 
resented by the general formula R 17 t Si(OR 16 ) 4 . t or2,6-substituted piperidine wherein R 16 and R 17 each represents 
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a hydrocarbon group having 1 to 20 carbon atoms and t represents a number satisfying 0 ^ t ^ 3. 

24. A solid catalyst component according to Claim 23, wherein the 2,6-substituted piperidine is 2,2,6,6-tetramethyl- 
piperidine. 

5 

25. A solid catalyst component according to any one of Claims 1 to 24 wherein the production of solid product by the 
reduction of a titanium compound with an organomagnesium compound is carried out in the presence of a porous 
material made of inorganic oxide or organic polymer. 

10 26. A solid catalyst component according to any one of Claims 1 to 25 wherein in the reduction, the organic silicon 
compound is used in an amount of 1 to 50 in terms of atomic ratio of silicon atom to titanium atom (Si/Ti), and the 
organomagnesium compound is used in an amount of 0.1 to 10 in terms of atomic ratio of the sum of titanium and 
silicon atoms to magnesium atom (Ti+Si/Mg). 

is 27. A solid catalyst component according to any one of Claims 1 to 26 wherein the reduction is carried out in a solvent 
at -50 to 70°C for 30 minutes to 6 hours. 

28. A solid catalyst component according to any one of Claims 1 to 27 wherein in the ester-treatment, the ester com- 
pound is used in an amount of 0.1 to 50 moles per one mole of the titanium atom in the solid product and in an 

20 amount of 0.01 to 1 .0 mole per one mole of magnesium atom in the solid product. 

29. A solid catalyst component according any one of to Claims 1 to 28 wherein the ester-treatment is carried out in a 
diluent at -50 to 150°C for 10 minutes or longer. 

25 30. A solid catalyst component according to any one of Claims 1 to 29 wherein in the treatment of the ester-treated 
product, the ether compound is used in an amount of 0.1 to 1 00 moles and the titanium tetrachloride is used in an 
amount of 1 to 1 ,000 moles, and the ester compound is used if necessary in an amount of 30 moles or less per 
one mole of the titanium atom in the solid product, respectively. 

30 31. A solid catalyst component according to any one of Claims 1 to 30 wherein the treatment of the ester-treated 
product is carried out in a slurry state in solvent at 30 to 150°C for 30 minutes to 6 hours. 

32. A solid catalyst component according to any one of Claims 1 to 31 wherein in the olefin -treatment, the organoa- 
luminum compound is used in an amount of 0.5 to 700 moles per one mole of titanium atom in the solid catalyst 

35 precursor, and the olefin is used in an amount of 0.05 to 1 ,000 g per one gram of the solid catatyst precursor. 

33. A solid catalyst component according to any one of Claims 1 to 32 wherein the olefin-treatment is carried out in a 
slurry state at -20 to 100°C for 2 minutes to 15 hours with olefin-partial pressure of 0.98 to 1960 kPa (0.01 to 20 
kg/cm 2 ). 

40 

34. A process for polymerization of a-olefins which comprises: 

polymerizing a-olefins in the presence of a solid catalyst component according to any one of Claims 1 to 33, 
an organoaluminum compound represented by the general formula 

45 

R yAlYg^ 

or 

so 

R 12 R 13 AI-0-AIR 14 R 15 

wherein R 11 , R 12 , R 13 , R 14 and R 15 each represents a hydrocarbon group having 1 to 20 carbon atoms, Y 
55 represents halogen, hydrogen or an alkoxy group, and y represents a number satisfying 2 ^ y ^ 3, and 

an electron donor. 

35. A process according to Claim 34, wherein the a-olefin is ethylene, propylene, butene-1, pentene-1, hexene-1, 
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3-methylbutene-1 , 3-methylpentene-1 , 4-methylpentene-1 , octene-1 , decene-1 or dodecene-1 . 

36. A process according to any one of Claims 34 and 35, wherein the organoaluminum compound is triethylaluminum, 
triisobutylaluminum, a mixture of triethylaluminum and diethylaluminum chloride, or tetraethyldialumoxane. 

37. A process according to any one of Claims 34 to 36, wherein the electron donor is an alkoxysilane compound 
represented by the general formula R 17 t Si(OR 16 ) 4 . t or 2,6-substituted piperidine wherein R 16 and R 17 each rep- 
resents a hydrocarbon group having 1 to 20 carbon atoms and t represents a number satisfying 0 ^ t ^ 3. 

38. A process according to any one of Claims 34 to 37, wherein the polymerization is carried out at -30 to 300^ under 
a pressure of 304 kPa to 202 MPa (3-2000 atmospheres). 



Patentanspruche 

1. Fester Katalysatorbestandteil zur Verwendung bei der Polymerisation von cc-Olefinen, erhalten durch 
Reduktion einer Tltanverbindung der nachstehenden allgemeinen Formel: 

Ti (OR 1 ) n x 4 . n 

wobei R 1 einen Kohlenwasserstoffrest mit 1 bis 20 Kohlenstoffatomen bedeutet, X ein Halogenatom bedeutet 
und n eine Zahl bedeutet, die 0 < n ^ 4 geniigt, mit einer Organomagnesiumverbindung in Gegenwart einer 
organischen Siliziumverbindung mit einer Si-O-Bindung, wobei ein festes Produkt erzeugt wird, 
Behandeln des festen Produkts mit einer Esterverbindung, 

Behandeln des mit einem Ester behandelten festen Produkts mit einem Gemisch einer Etherverbindung und 
Titantetrachlorid oder mit einem Gemisch einer Etherverbindung, Tltantetrachlorid und einer Esterverbindung, 
wobei eine feste Katalysatorvorstufe erhalten wird, die eine dreiwertige Tltanverbindung enthalt, 
Durchfuhrung einer Fest-flussig-Trennung, mehrmaliges Waschen des Feststoffs mit einem inerten Kohlen- 
wasserstofflosungsmittel und dann 

Behandeln der nicht getrockneten festen Katalysatorvorstufe mit 0,05 bis 1000 g eines Olefins pro 1 Gramm 
der festen Katalysatorvorstufe in Gegenwart einer Organoaluminiumverbindung, wobei ein fester Katalysa- 
torbestandteil zur Verwendung bei der Polymerisation von a-Olefinen erhalten wird. 

2. Fester Katalysatorbestandteil nach Anspruch 1, wobei R 1 in der allgemeinen Formel Ti(OR 1 ) n X 4 . n einen Alkylrest 
mit 2 bis 18 Kohlenstoffatomen oder einen Arylrest mit 6 bis 18 Kohlenstoffatomen bedeutet. 

3. Fester Katalysatorbestandteil nach Anspruch 1 , wobei R 1 in der allgemeinen Formel Ti(OR 1 ) n X 4 . n einen Alkylrest 
mit einer linearen Kette mit 2 bis 18 Kohlenstoffatomen bedeutet. 

4. Fester Katalysatorbestandteil nach Anspruch 1 , wobei das Halogenatom Chlor, Brom oder lod bedeutet. 

5. Fester Katalysatorbestandteil nach Anspruch 1, wobei n in der allgemeinen Formel Ti(OR 1 ) n X 4 . n 2 ^ n ^ 4 be- 
deutet. 

6. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 5, wobei die organische Siliziumverbindung eine 
Verbindung der nachstehenden allgemeinen Formeln 

SKOR 2 ) m R 3 4 . m 
R 4 (R 5 2 SiO) p SiR 6 3 

oder 

(R 7 2 SiO) q 
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ist, wobei R 2 einen Kohlenwasserstoffrest mit 1 bis 20 Kohlenstoffatomen bedeutet, R 3 , R 4 , R 5 , R 6 und R 7 jeweils 
einen Kohlenwasserstoffrest mit 1 bis 20 Kohlenstoffatomen oder ein Wasserstoffatom bedeuten, m eine Zahl 
bedeutet, die 0 < m ^ 4 genugt, p eine ganze Zahl von 1 bis 1 000 bedeutet, und q eine ganze Zahl von 2 bis 1000 
bedeutet. 

7. Fester Katalysatorbestandteil nach Anspruch 6, wobei die organische Siliziumverbindung eine Alkoxysilanverbin- 
dung der allgemeinen Formel Si(OR 2 ) m R 3 4 . m bedeutet, wobei m1^m^4 genugt. 

8. Fester Katalysatorbestandteil nach Anspruch 7, wobei die organische Siliziumverbindung eine Tetraalkoxysilan- 
verbindung ist, in der m = 4 ist. 

9. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 8, wobei die Organomagnesiumverbindung eine 
Grignardverbindung der allgemeinen Formel R 8 MgX, wobei R 8 einen Kohlenwasserstoffrest mit 1 bis 20 Kohlen- 
stoffatomen bedeutet und X ein Halogenatom bedeutet, oder eine Dialkyl- oder Diarylmagnesiumverbindung der 
allgemeinen Formel R 9 R 10 Mg ist, wobei R 9 und R 10 jeweils einen Kohlenwasserstoffrest mit 1 bis 20 Kohlenstoff- 
atomen bedeuten. 

10. Fester Katalysatorbestandteil nach Anspruch 9, wobei die Grignardverbindung Methylmagnesiumchlorid, Ethyl- 
magnesiumchlorid, Ethylmagnesiumbromid, Ethylmagnesiumiodid, Propylmagnesiumchlorid, Propylmagnesium- 
bromid, Butylmagnesiumchlorid, Butylmagnesiumbromid, sek-Butylmagnesiumchlorid, sek-Butylmagnesiumbro- 
mid, tert-Butylmagnesiumchlorid, tert-Butylmagnesiumbromid, Amylmagnesiumchlorid, Isoamylmagnesiumchlo- 
rid, Phenylmagnesiumchlorid oder Phenylmagnesiumbromid ist. 

11. Fester Katalysatorbestandteil nach Anspruch 9, wobei die Dialkyl- oder Diarylmagnesiumverbindung Diethylma- 
gnesium, Dipropylmagnesium, Diisopropylmagnesium, Dibutylmagnesium, Di-sek-butylmagnesium, Di-tert-butyl- 
magnesium, Butyl-sek-butylmagnesium, Diamylmagnesium oder Diphenylmagnesium ist. 

12. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 11, wobei die Esterverbindung ein aliphatischer 
Carbonsaureester, olefinischer Carbonsaureester, alicyclischer Carbonsaureester oder aromatischer Carbonsau- 
reester ist. 

13. Fester Katalysatorbestandteil nach Anspruch 12, wobei die Esterverbindung ein Methacrylsaureester, Maleinsau- 
reester oder Phthalsaureester ist. 

14. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 13, wobei die Etherverbindung Diethylether, Dipro- 
pylether, Diisopropylether, Dibutylether, Diamylether, Diisoamylether, Dineopentylether, Dihexylether, Dioctylether, 
Methylbutylether, Methyl isoamylether oder Ethylisobutylether ist. 

15. Fester Katalysatorbestandteil nach Anspruch 14, wobei die Etherverbindung Dibutylether oder Diisoamylether ist. 

16. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 15, wobei das Olefin ein Olefin mit 2 bis 20 Koh- 
lenstoffatomen ist. 

17. Fester Katalysatorbestandteil nach Anspruch 1 6, wobei das Olefin Ethylen, Propylen, Buten-1 , Penten-1 , Hexen- 
1, 3-Methylbuten-1 , 3-Methylpenten-1, 4-Methylpenten-1 , Octen-1, Decen-1 oder Dodecen-1 ist. 

18. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 17, wobei die Organoaluminiumverbindung eine 
Verbindung der nachstehenden allgemeinen Formeln: 

R y AIY^ 
R 12 R 13 AI-0-AIR 14 R 15 

ist, wobei R 11 , R 12 , R 13 , R 14 und R 15 jeweils einen Kohlenwasserstoffrest mit 1 bis 20 Kohlenstoffatomen bedeuten, 
Y ein Halogenatom, ein Wasserstoffatom oder einen Alkoxyrest bedeutet, und y eine Zahl bedeutet, die 2 ^ y = 
3 genugt. 
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19. Fester Katalysatorbestandteil nach Anspruch 18, wobei die Organoaluminiumverbindung Trial kylaluminium, ein 
Gemisch von Trialkylaluminium und Dialkylaluminiumhalogenid oder Alkylalumoxan ist. 

20. Fester Katalysatorbestandteil nach Anspruch 19, wobei die Organoaluminumverbindung Triethylaluminium, Tri- 
isobutylaluminium, ein Gemisch von Triethylaluminium und Diethylaluminiumchlorid oderTetraethyldialumoxan ist. 

21. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 20, wobei eine Behandlung des festen Katalysa- 
torbestandteil mit einer kleinen Menge eines Olefins in Gegenwart einer Organoaluminiumverbindung in Gegen- 
wart eines Elektronendonors durchgefuhrt wird. 

22. Fester Katalysatorbestandteil nach Anspruch 21 , wobei der Elektronendonor ein aus Organosiliziumverbindungen 
mit einer Si-OR 16 -Bindung, wobei R 16 einen Kohlenwasserstoffrest mit 1 bis 20 Kohlenstoffatomen oder eine Si- 
N-C-Bindung bedeutet, aromatischen Carbonsaureesterverbindungen und sterisch gehinderten Aminen ausge- 
wahlter ist. 

23. Fester Katalysatorbestandteil nach Anspruch 22, wobei der Elektronendonor eine Alkoxysilanverbindung der all- 
gemeinen Formel R 17 t Si(OR 16 ) 4 . t oder ein 2,6-substituiertes Piperidin ist, wobei R 16 und R 17 jeweils einen Koh- 
lenwasserstoffrest mit 1 bis 20 Kohlenstoffatomen bedeuten und t eine Zahl bedeutet, die 0 ^ t ^ 3 genugt. 

24. Fester Katalysatorbestandteil nach Anspruch 23, wobei das 2,6-substituierte Piperidin 2,2,6,6-Tetramethylpiperidin 
ist. 

25. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 24, wobei die Herstellung des festen Produktes 
durch Reduktion einer Titanverbindung mit einer Organomagnesiumverbindung in Gegenwart eines porosen Ma- 
terials durchgefuhrt wird, das aus einem anorganischen Oxid oder einem organischen Polymer hergestellt ist. 

26. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 25, wobei bei der Reduktion die organische Silizi- 
umverbindung in einer Menge von 1 bis 50, bezogen auf das Atomverhaltnis von Siliziumatom zu Tltanatom (Si/ 
Ti), verwendet wird, und die Organomagnesiumverbindung, bezogen auf das Atomverhaltnis der Summe von Titan- 
und Siliziumatomen zu einem Magnesiumatom (Ti+Si/Mg), in einer Menge von 0,1 zu 10 verwendet wird. 

27. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 26, wobei die Reduktion 30 Minuten bis 6 Stunden 
bei -50 bis 70°C in einem Losungsmittel durchgefuhrt wird. 

28. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 27, wobei die Esterverbindung bei der Esterbe- 
handlung in einer Menge von 0,1 bis 50 Mol pro 1 Mol des Tltanatoms in dem festen Produkt und in einer Menge 
von 0,01 bis 0,1 Mol pro 1 Mol des Magnesiumatoms in dem festen Produkt verwendet wird. 

29. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 28, wobei die Esterbehandlung 10 Minuten oder 
langer bei -50 bis 150°C in einem Verdunnungsmittel durchgefuhrt wird. 

30. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 29, wobei bei der Behandlung des mit einem Ester 
behandelten Produkts die Etherverbindung in einer Menge von 0,1 bis 100 Moi und das Titantetrachlorid in einer 
Menge von 1 bis 1000 Mol verwendet wird, beziehungsweise die Esterverbindung, falls notig, in einer Menge von 
30 Mol oder weniger pro 1 Mol Titan atom in dem festen Produkt verwendet wird. 

31. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 30, wobei die Behandlung des mit einem Ester 
behandelten Produkts 30 Minuten bis 6 Stunden bei 30 bis 1 50°C in einer Aufschlammung in einem Losungsmittel 
durchgefuhrt wird. 

32. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 31 , wobei bei der Behandlung mit einem Olefin die 
Organoaluminiumverbindung in einer Menge von 0,5 bis 700 Mol pro 1 Mol Titanatom in der festen Katalysator- 
vorstufe verwendet wird, und das Olefin in einer Menge von 0,05 bis 1000 g pro 1 Gramm der festen Katalysator- 
vorstufe verwendet wird. 

33. Fester Katalysatorbestandteil nach einem der Anspruche 1 bis 32, wobei die Olefinbehandlung 2 Minuten bis 15 
Stunden bei -20 bis 1 00°C in einer Aufschlammung mit einem Olefinpartialdruck von 0,98 bis 1 960 kPa (0,01 bis 
20 kg/cm 2 ) durchgefuhrt wird. 
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34. Verfahren zur Polymerisation von ct-Olefinen umfassend: 

die Polymerisation von ct-Olefinen in Gegenwart eines festen Katalysatorbestandteils nach einem der Anspru- 
che 1 bis 33, einer Organoaluminiumverbindung der allgemeinen Formel 

5 

R yAlYg^ 

Oder 

10 

R 12 R 13 AI-0-AIR 14 R 15 

wobei R 11 , R 12 , R 13 , R 14 und R 15 jeweils einen Kohlenwasserstoffrest mit 1 bis 20 Kohlenstoffatomen bedeu- 
15 ten, Y ein Halogenatom, ein Wasserstoffatom Oder einen Alkoxyrest bedeutet, und y eine Zahl bedeutet, die 

2 ^ y ^ 3 genugt, und eines Elektronendonors. 

35. Verfahren nach Anspruch 34, wobei das ct-Olefin Ethylen, Propylen, Buten-1 , Penten-1 , Hexen-1 , 3-Methylbuten- 
1, 3-Methylpenten-1, 4-Methylpenten-1, Octen-1, Decen-1 oder Dodecen-1 ist. 

20 

36. Verfahren nach Anspruch 34 Oder 35, wobei die Organoaluminiumverbindung Triethylaluminium, Triisobutylalu- 
minium, ein Gemisch von Triethylaluminium und Diethylaluminiumchlorid oder Tetraethyldialumoxan ist. 

37. Verfahren nach einem der Anspruche 34 bis 36, wobei der Elektronendonor eine Alkoxysilanverbindung der all- 
25 gemeinen Formel R 17 t Si(OR 16 ) 4 . t oder 2,6-substituiertes Piperidin ist, wobei R 16 und R 17 jeweils einen Kohlen- 
wasserstoffrest bemit 1 bis 20 Kohlenstoffatomen bedeuten und t eine Zahl ist, die 0<t<3 genugt. 

38. Verfahren nach einem der Anspruche 34 bis 37, wobei die Polymerisation bei -30 bis 300°C unter einem Druck 
von 304 kPa bis 202 MPa (3-2000 Atmospharen) durchgefdhrt wird. 

30 

Revendications 

1. Composant de catalyseur solide pour une utilisation dans la polymerisation d'ct-olefines obtenues : 

35 

- en reduisant un compost du titane represents par la formule g6ne>ale suivante: 

Ti(OR 1 ) n X 4 . n 

40 

dans iaquelle R 1 represente un groupe hydrocarbone ayant 1 a 20 atomes de carbone, X represente un atome 
d'halogene et n represente un nombre satisfaisant la relation 0 < n < 4, avec un compose organomagnesien 
en presence d'un compose organique du silicium ayant une liaison Si-O pour produire un produit solide; 
en traitant le produit solide avec un compose ester; 

45 - en traitant le produit solide traite* par un ester avec un melange d'un compose" ether et de tetrachlorure de 

titane ou avec un melange d'un compost ether, de tetrachlorure de titane et d'un compose" ester pour obtenir 
un precurseur de catalyseur solide contenant un compose du titane trivalent, en le soumettant a une separation 
solide-liquide, en lavant la substance solide plusieurs fois avec un solvant hydrocarbone inerte, et par la suite; 
en traitant le precurseur de catalyseur solide non s6che avec une define a raison de 0,05 a 1 000 g par 

so gramme de precurseur de catalyseur solide en presence d'un compose organoaluminique pour obtenir un 

composant de catalyseur solide pour une utilisation dans la polymerisation d'a-oiefines. 

2. Composant de catalyseur solide selon la revendication 1 , dans lequel R 1 dans la formule generale Ti(OR 1 ) n X 4 . n 
est un groupe alkyle ayant 2 a 18 atomes de carbone ou un groupe aryle ayant 6 a 18 atomes de carbone. 

55 

3. Composant de catalyseur solide selon la revendication 1 , dans lequel R 1 dans la formule generale Tl(OR 1 ) n X 4 . n 
est un groupe alkyle a chaine droite ayant 2 a 1 8 atomes de carbone. 
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4. Composant de catalyseur solide seion la revendication 1 , dans lequel i'atome d'halogene est un atome de chlore, 
de brome ou d'iode. 

5. Composant de catalyseur solide selon la revendication 1, dans lequel n dans la formule generate TiJOR 1 )^^ 
satisfait la relation 2 < n < 4. 

6. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 5, dans lequel le compose* orga- 
nique du silicium est Tun represents par les formules generates suivantes: 

Si(OR 2 ) m R%. m 
R 4 (R 5 2 SiO) p SiR% 

ou 

(R 7 2 SiO) q 

dans lesquelles R 2 represente un groupe hydrocarbone ayant 1 a 20 atomes de carbone, R 3 , R 4 , R 5 , R 6 et R 7 
represented chacun un groupe hydrocarbone ayant 1 a 20 atomes de carbone ou un atome d'hydrogene, m 
represente un nombre satisfaisant la relation 0 < m < 4, p represente un nombre entier de 1 a 1 000, et q represente 
un nombre entier de 2 a 1 000. 

7. Composant de catalyseur solide selon la revendication 6, dans lequel le compose organique du silicium est un 
compose alcoxysilane represente par la formule generale Si(OR 2 ) m R 3 4 . m ou m satisfait la relation 1 < m < 4. 

8. Composant de catalyseur solide selon la revendication 7, dans lequel le compose organique du silicium est un 
compose tetraalcoxysilane ou m = 4. 

9. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 8, dans lequel le compose orga- 
nomagnesien est un compose* de Grignard represents par la formule generale I^MgX, dans laquelle R 8 represente 
un groupe hydrocarbone ayant 1 a 20 atomes de carbone et X represente un atome d'halogene, ou un compose 
dialkyl- ou diarylmagnesien represente par la formule generate FPR^Mg, dans laquelle R 9 et R 10 represented 
chacun un groupe hydrocarbone ayant 1 a 20 atomes de carbone. 

10. Composant de catalyseur solide selon la revendication 9, dans lequel le compose* de Grignard est le chlorure de 
methylmagnSsium, le chlorure d'ethylmagnesium, le bromure d'ethylmagnesium, Piodure d'ethylmagnesium, le 
chlorure de propylmagnesium, le bromure de propylmagnesium, le chlorure de butylmagnSsium, le bromure de 
butylmagnSsium, le chlorure de sec-butylmagnSsium, le bromure de sec-butylmagn6sium, le chlorure de tert- 
butylmagnSsium, le bromure de tert-butylmagnesium, le chlorure d'amylmagnesium, le chlorure d'isoamylmagne- 
sium, le chlorure de pheYiyl magnesium ou le bromure de phSnylmagnSsium. 

11. Composant de catalyseur solide selon la revendication 9, dans lequel le compost dialkyl- ou diarylmagnesien est 
le diethylmagnSsium, le dipropylmagnSsium, le diisopropylmagnesium, le dibutylmagnSsium, le di-sec-butylma- 
gnSsium, le di-tert-butyl-magn£sium, le butyl-sec-butylmagnSsium, le diamylmagnesium ou le diphSnylmagne- 
sium. 

12. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 11 , dans lequel le compose ester 
est un ester aliphatique carboxylique, un ester oiefinique carboxylique, un ester alicyclique carboxylique ou un 
ester aromatique carboxylique. 

13. Composant de catalyseur solide selon la revendication 1 2, dans lequel le compose ester est Tester methacrylique, 
Tester maieique ou Tester phtalique. 

14. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 13, dans lequel le compose ether 
est Tether diethylique, Tether dipropylique, Tether diisopropylique, Tether dibutylique, Tether diamylique, Tether 
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diisoamylique, Tether dineopentylique, Tether dihexylique, Pother dioctylique, Tether methylbutylique, Tether me- 
thyl isoamylique ou Tether ethylisobutylique. 

15. Composant de catalyseur solide selon la revendication 1 4, dans lequel le compose ether est Tether dibutylique ou 
Tether diisoamylique. 

16. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 15, dans lequel Tolefine a 2 a 20 
atomes de carbone. 

17. Composant de catalyseur solide selon la revendication 16, dans lequel Tolefine est ['ethylene, le propylene, le 
butene-1 , le pentene-1 , Thexene-1 , le 3-methylbutene-1 , le 3-methylpentene-1 , le 4-methylpentene-1 , Toctene-1 , 
le decene-1 ou le dodecene-1. 

18. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 1 7, dans lequel le compose orga- 
noaluminique est celui represents par les formules generales suivantes: 

R yAlYg^ 

R 12 R 13 AI-0-AIR 14 R 15 

dans lesquelles R 11 , R 12 , R 13 , R 14 et R 15 represented chacun un groupe hydrocarbone ayant 1 a 20 atomes de 
carbone, Y represente un atome d'halogene, un atome d'hydrogene ou un groupe alcoxy, ety represente un nombre 
satisfaisant la relation 2 < y < 3. 

19. Composant de catalyseur solide selon la revendication 1 8, dans lequel le compost organoaluminique est un trialk- 
ylaluminium, un melange d'halogenure de trialkylaluminium et de dialkylaluminium ou un alkylalumoxane. 

20. Composant de catalyseur solide selon la revendication 1 9, dans lequel le compose organoaluminique est le trie- 
thylaluminium, le triisobutylaluminium, un melange de chlorure de triethylaluminium et de dtethylaluminium ou le 
tetraethyldialuminoxane. 

21. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 20, dans lequel le traitement du 
Composant de catalyseur solide avec une petite quantite d'olefine en presence d'un compost organoaluminique 
est effectue en presence d'un donneur d'eiectrons. 

22. Composant de catalyseur solide selon la revendication 21 , dans lequel le donneur d'eiectrons est Tun choisi dans 
le groupe forme par les composes organiques du silicium ayant une liaison Si-OR 16 dans laquelle R 16 represente 
un groupe hydrocarbone ayant 1 a 20 atomes de carbone ou une liaison Si-N-C, les composes d'ester carboxylique 
aromatique et les amines steriquement encombrees. 

23. Composant de catalyseur solide selon la revendication 22, dans lequel le donneur d'eiectrons est un compost 
alcoxysilane represente par la formule generale R 17 t Si(OR 16 ) 4 . t ou une piperidine 2,6-substituee dans laquelle 
R16 e t R17 represented chacun un groupe hydrocarbone ayant 1 a 20 atomes de carbone et t represente un 
nombre satisfaisant la relation 0<t<3. 

24. Composant de catalyseur solide selon la revendication 23, dans lequel la piperidine 2,6-substituee est la 2,2,6,6-te- 
tramethylpipehdine. 

25. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 24, dans leque! la production du 
produit solide par la reduction d'un compose du titane avec un compose organomagnesien est effectuee en pre- 
sence d'une matiere poreuse faite d'oxyde inorganique ou de polymere organique. 

26. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 25, dans lequel dans la reduction, 
le compose organique du silicium est utilise a raison de 1 a 50 en termes de rapport atomique d'atome du silicium 
a atome de titane (Si/Ti), et le compose organomagnesien est utilise a raison de 0,1 a 10 en termes de rapport 
atomique de la somme d'atomes de titane et du silicium a atome de magnesium (Ti+Si/Mg). 
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27. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 26, dans lequel la reduction est 
effectuee dans un solvant de -50°C a 70°C pendant 30 minutes ci 6 heures. 

28. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 27, dans lequel, dans le traitement 
a Tester, le compose ester est utilise a raison de 0,1 a 50 moles par mole d'atome de titane dans le produit solide 
et a raison de 0,01 a 1 ,0 mole par mole d'atome de magnesium dans le produit solide. 

29. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 28, dans lequel le traitement a 
Tester est effectu£ dans un diluant de -50°C k 150°C pendant 10 minutes ou plus longtemps. 

30. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 29 dans lequel, dans le traitement 
du produit traite k Tester, le compose ether est utilise a raison de 0,1 a 100 moles et le tetrachlorure de titane est 
utilise a raison de 1 a 1 000 moles, et le compose ester est utilise si necessaire k raison de 30 moles ou moins 
par mole d'atome de titane dans le produit solide, respectivement. 

31. Composant de catalyseur solide selon Tune quelconque des revendications 1 k 30, dans lequel le traitement du 
produit traite a Tester est effectue a Tetat de suspension dans un solvant, a une temperature de 3CPC a 150°C et 
pendant 30 minutes k 6 heures. 

32. Composant de catalyseur solide selon Tune quelconque des revendications 1 a 31 , dans lequel, dans le traitement 
a Tol£fine, le compose organoaluminique est utilise k raison de 0,5 a 700 moles par mole d'atome de titane dans 
le precurseur solide de catalyseur, et Tolefine est utilisee a raison de 0,05 a 1 000 g par gramme du precurseur 
solide de catalyseur. 

33. Composant de catalyseur solide selon Tune quelconque des revendications 1 k 32, dans lequel le traitement a 
Tolefine est effectu£ k T£tat de suspension, k une temperature de -20°C a 100°C, pendant 2 minutes a 15 heures 
et avec une pression partielle d'olefine de 0,98 a 1 960 kPa (0,01 k 20 kg/cm 2 ). 

34. Precede pour la polymerisation d'a-olefines qui comprend: 

la polymerisation des a-olefines en presence d'un Composant de catalyseur solide selon Tune quelconque 
des revendications 1 a 33, un compost organoaluminique represents par la formule generate: 

ou 

R 12 R 13 AI-0-AIR 14 R 15 

dans lesquelles R 11 , R 12 , R 13 , R 14 et R 15 represented chacun un groupe hydrocarbone ayant 1 a 20 atomes 
de carbone, Y represente un atome d'halogene, un atome d'hydrogene ou un groupe alcoxy, et y repr£sente 
un nombre satisfaisant la relation 2 < y < 3; et d'un donneur d'6fectrons. 

35. ProcSde selon la revendication 34, dans lequel Ta-otefine est TSthylene, le propylene, le butene-1, le pentene-1 , 
Thexene-1, le 3-methylbutene-1 , le 3-m6thylpentene-1 , le 4-methyl-pentene-1 , Toctene-1, le decene-1 ou le do- 
decene-1 . 

36. Procede selon Tune quelconque des revendications 34 et 35, dans lequel le compost organoaluminique est le 
tri&hylaluminium, le triisobutylaluminium, un melange de chlorure de diethylaluminium et de triethylaluminium ou 
le tettaethyldialuminoxane. 

37. Proc6de selon Tune quelconque des revendications 34 k 36, dans lequel le donneur d'eiectrons est un compost 
alcoxysilane represents par la formule generate R 17 t Si(OR 16 ) 4 . t ou une pipe>idine 2,6-substituee dans laquelle 
R16 e t R17 repr^sentent chacun un groupe hydrocarbon^ ayant 1 k 20 atomes de carbone et t represente un 
nombre satisfaisant la relation 0 < t < 3. 
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38. Procede selon Tune quelconque des revendications 34 a 37, dans lequel la polymerisation est effectuee a une 
temperature de -30°C a 300°C et sous une pression de 304 kPa a 202 MPa (3 a 2 000 atmospheres). 
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